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Description 

The present invention concerns crystalline polymers and copolymers of propylene having improved processablllty 
In the molten state, and the process for their preparation. 
5 By virtue of the high melt index values (MIL), high melt strength, and their valued mechanical properties, the poly- 
mers of the present invention are particularly adequate for the extrusion of thin sheets to be subjected to thermofbrm- 
ing, as well as for injection molding and blow molding processes. 

It is known that, thanks to the high stereospecif icity levels reached by the Ziegler-Natta catalysts, today one can 
prepare crystalline polymers and copolymers of propylene having high mechanical properties, and, therefore, adequate 
10 for the manufacture of articles with good rigidity and mechanical resistance, even If they are small and thin. However 
the commonly used propylene polymers show low levels of melt strength, i.e., viscoelastidty in the molten state, which 
cause an irregular deformation of the melted mass during the conversion processes with the subsequent problems 
related to workability In the case of blow molding the low melt strength can cause, for exaorple, a collapse of the pre- 
form and thickness irregularities. It is known tiiat the melt strength of propylene polymers can be significantly improved 
15 by widening the molecular weight distribution (MWD) of said polymers. 

For exanfiple, according to published European patent n. 98077, one can obtain propylene polymers having high 
rigidity and viscoelastidty in the molten state by way of a sequential polymerisation process in the presence of particu- 
lar catalysts based on not supported T1CI3. According to said process, one produces from 35 to 65% by weight of a frac- 
tion having a relatively high intrinsic viscosity, and from 65 to 35% by weight of a fraction having a lower intrinsic 
20 viscosity value, by operating in separate and subsequent stages. The viscosities in the single stages are regulated by 
the opportune dosing of the molecular weight regulating agent (hydrogen). The difference between the two intrinsic vis- 
cosities ranges from 3 to 6.5. Even if the MWD values for the polymers thus obtained are not reported, it is reasonable 
to assume that the MWD is wider with respect to the one that can be obtained from a polymerisation carried out at con- 
stant concentration of the molecular weight regulating agent, since the two fractions must have molecular weights 
25 shifted towards different values. 

However, as clearly indicated in the description of the above mentioned European application, the Melt Index of the 
polymers thus obtained cannot exceed 2 if one wants to avoid sagging phenomena during the thermofbrming of the 
sheets obtained from said polymers. 

Obviously, this limitation presents a great disadvantage, because Melt Index values that low restrict the application 
30 to a limited number of technologies, by slowing down and making more difficult the process. 

USA patent n. 4,970,280, describes a process for the production of propylene polymers having high viscoelastidty 
in the molten state, which process also comprises multiple stages where, by proper regulation of the molecular weight 
regulator (hydrogen), one can produce polymer fractions having different Melt Index values. 

The catalyst used in the examples is based on not supported TiCIs, and the improved processability is attributed to 
35 a wider MWD. The description mentions that the Melt Index of the polymers obtained in this manner can vary from 0.01 
to 100. but it is specified that the polymers to be used for Uie ttiermofbrming of sheets must have a Melt Index value 
ranging from 0.05 to 10. preferably from 0.1 to 5. In the examples, the melt index values are not higher than 0.67 for the 
propylene homopolymers, and 1.5 for the copolymers containing ethylene. 

For the purpose of verification, the Applicant has prepared polymers with a wide MWD using catalysts based on 
40 not supported TiCIa (operating with two polymerization stages), and found that at relatively low Melt Index values, said 
polymers are very brittle. 

Therefore, it is obvious that by using catalysts based on not supported TiCIa one does not obtain good results at 
high Melt Index and wide MWD values. 

EP-A-350 170 also discloses homopolymers and copolymers of propylene having good flowability produced by a 
45 process in which a regulator of the molecular weight is used. The catalyst used in the said process comprises an orga- 
nosilicon compound containing a cyclopentyl group as an external elecfron-donor compound. 

The objective of the present invention, therefore, cannot be reached. 

It is also known, from Japanese Kokai patent application n. 59-1 72.507. that crystalline polymers of propylene with 
wide MWD. having good processability. and excellent mechanical characteristics, can be obtained by way of sequential 

50 polymerization in the presence of high-yield Ziegler-Natta catalysts supported on magnesium halides. According to the 
process described in ttie above patent application, by operating in separate and consecutive stages, from 35 to 65% by 
weight of a fraction having an intrinsic viscosity from 1 .8 to 10 dl/g, and from 35 to 65% by weight of a fraction having 
an intrinsic viscosity from 0.6 to 1 .2 dl/g are produced. According to the description, the polymer flius obtained can have 
a MWD, in terms of Mw/Mn, ranging from 6 to 20; in the examples, the maximum Mw/Mn value is 1 1 .2. 

55 In the above patent application no Melt Index values are given; however, one can deduce from the low spiral flow 
values, that the processability of the polymers Is not particularly good. 

The Applicant has now found that by using particular Ziegler-Natta high yield catalysts supported on magnesium 
halides one can prepare, by way of sequential polymerization in two or more stages, crystalline polymers and copoly- 
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mers of propylene having Mw/Mn values, measured by way of gel permeation chromatography (G. P.C.). higher than 20, 
elevated Melt Index values (MIL according to ASTM D 1 238), and excellent mechanical properties. Thanks to the above 
high Mw/Mn and MIL values, the polymers of the present invention, as previously stated, have better processability in 
the molten state. Therefore, object of the present invention are crystalline polymers and copolymers of propylene hav- 

5 ing total MIL values > 2 g/1 0 minutes, preferably from 3 to 50, more preferably from 3 to 30, values of total [ti] in tetrahy- 
dronaphthalene at 135°C^2.8 dl/g, preferably from 2.1 to 1.10, more preferably from 2.1 to 1.26, Mw/Mn values > 20, 
or ei/en greater than 30, generally from 21 to 50, preferably not over 40, a fraction insoluble in xylene at 25''C i 94, pref- 
erably ^ 96. and comprising from 1 0 to 60%, preferably from 25 to 60%, more preferably from 30 to 50% by weight, of 
a fraction (A) having [r\] s 2.6, preferably i 4.0. particularly from 4 to 9; and from 40 to 90% by weight, preferably from 

w 40 to 75%, more preferably from 50 to 70%, of a fraction (B) having MIL ^ 50, preferably ^ 100, In particular from 100 
to 1000, and [n] <, 1.2, preferably ^ 0.90, particularly from 0.90 to 0.4.; said polymers and copolymers having flexural 
modulus values from 1600 to 2700 MPa, Izod at 23°C from 15 to 100. preferably from 20 to 100 J/m. yield stress from 
35 to 45 MPa (details on the methods used will be given in the examples). 

The fraction (B) of the polymers and copolymers of the present invention is selected in such a way as to have the 

15 values of total MIL. total [ti], and fraction insoluble in xylene at 25°C set forth above. 

The above fraction (A) generally has MIL values lower than 0.5, preferably lower than 0. 1 , but since such low MIL 
values are difficult to measure exactly, it is preferable, for said fraction (A), to refer to the intrinsic viscosity [n] in tetrahy- 
dronaphthalene at 135°. 

Besides comprising the homopolymers of propylene, in particular the isotactic or mainly isotactic homopolymers, 

20 the definition of the present invention also refers to the copolymers of propylene with ethylene and/or superior a-olefins, 
preferably C4-C8, in quantities preferably ranging from 0.5 to 6% by weight, more preferably from 2 to 6% by weight with 
respect to the total copolymer. 

Examples of C4-Ce a-olefins are 1-butene; 1-pentene; 1-hexene; 4-methyl-1 -pentene; 1-octene. The above copol- 
ymers have more clarity and a lower melt point than the homopolymers. 

25 It is also possible to add various types of additives to the polymers of the present invention, such as, for example, 
stabilizers, nucleating agents, pigments, and fillers commonly used for polymers of olefins. 

In particular, the addition of nucleating agents brings about a considerable improvement in important physical- 
mechanical properties, such as flexural modulus, heat distortion temperature (HDT). yield stress, and clarity. Typically, 
the HDT values of the polymers of the present invention are higher than 1 10°C at 455 KPa in the absence of additives 

30 (in the best cases they are higher than 120°C), and can even exceed 1 30°C in the presence of nucleating agents. Typ- 
ical examples of nucleating agents are the p-tert.-butyl benzoate, and the 1,3 and 2,4 dibenzylidenesorbitol. Generally 
speaking, it is better if the nucleating agents are added to the polymers of the present invention in quantities ranging 
from 0.05 to 2% by weight, and preferably from 0.1 to 1% by weight with respect to the polymers. 

The addition of inorganic fillers, such as talc, calcium carbonate, and mineral fibers, also brings about an improve- 

35 ment to some mechanical properties, such as flexural modulus and HDT. The talc can also have a nucleating effect. In 
order to improve the balance of different mechanical properties (for example the balance between flexural modulus and 
impact resistance), the polymers of the present invention can also comprise opportune amounts of olefinic elastomers. 
Said elastomers can be prepared separately and added to the crystalline polymers or copolymers defined above byway 
of blending in the molten state, or may be prepared directly in synthesis using an additional polymerisation stage. In 

40 general, olefinic elastomers are the ones commonly used to confer better inpact resistance to polyolefins; however, in 
the case of the polymers of the present invention, the result is a particularly good balance between rigidity (flexural 
modulus) and impact resistance (Izod). 

Examples of the above olefinic elastomers are ethylene-propylene copolymers containing from 30 to 85% in moles 
of ethylene (EPR rubbers), where optionally a portion from 5 to 15% in moles of the propylene is substituted by C4-C8 

45 superior a-olefins (specific examples are 1 -butene, 1 -pentene, 1 -hexene. 4-methyl-1 -pentene). Other examples of elas- 
tomers are ethylene-propylene-diene terpolymers (EPDM rubbers) containing from 30 to 85% in moles of ethylene, and 
from 0.5 to 1 0% in oles of diene. and where as for the above mentioned EPR. a portion ranging from 5 to 1 5% in moles 
of the propylene can be substituted by C4-C8 superior a-olefins. Preferred examples of dienes for the EPDM rubbers 
are: 1,4-hexadiene; dicyclopentadiene; 2-ethylidene-5-norbornene. Generally speaking, olefinic elastomers can be 

50 present in the polymers and copolymers of the present invention in quantities ranging from 2 to 50% by weight with 
respect to the weight of said polymers and copolymers, preferably from 5 to 20%, more preferably from 5 to 15%. 

As previously stated, the crystalline polymers and copolymers of the present invention can be prepared by way of 
polymerization processes based on the use of particular Ziegler-Natta catalysts. 

Said catalysts contain, as essential element, a solid catalyst conponent (a) comprising a titanium compound hav- 

55 ing at least one titanium-halogen bond, and an electron-donor compound, both supported on a magnesium halide in 
active form, and are characterized by the fact that they are capable of producing propylene polymers with a content of 
fraction insoluble in xylene at 25°C higher than or equal to 94% by weight, preferably higher than or equal to 96%. More- 
over, said catalysts must have a sensitivity to molecular weight regulators (particularly hydrogen), high enough to pro- 
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duce polypropylene in a MIL range comprised between values lower than or equal to 0.5 O e.. in terms of M. values 
higher than or equal to 2.6). and higher than or equal to 50 g/10 min.. preferably higher than or equal to 1 00, particularly 
from 100 to 1000 g/10 min. The catalysts used in the process of the present invention, therefore, are obtained by con- 
tacting: 

5 

(a) the above mentioned solid catalyst component; 

(b) an Al-alkyI compound; 

(c) an external electron-donor compound as described below. 

10 Solid catalyst components (a) having the above mentioned characteristics are well known in patent literature. 

Particularly suited are the solid catalyst components used in the catalysts described in USP 4,339,054, and Euro- 
pean patent n. 45.977. Other examples are set forth in USP 4.472.524. 

In general, the solid catalyst components used in said catalysts comprise, as electron-donor compounds, com- 
pounds selected from the ethers, ketones, lactones, compounds containing N, P, and/or S atoms, and esters of mono- 
15 and dicarboxylic acids. 

Particularly suited are the esters of phthalic acid, such as diisobutyl, dioctyl and diphenyl phthalate, and benzylbutyl 
phthalate; the esters of malonic acid such as diisobutyl and diethyl malonate; the alkyi and aryl pivalates, the alkyi, 
cycloalkyi and aryl maleates. alkyi and aryl carbonates such as diisobutyl carbonate, ethyl phenyl carbonate, and diphe- 
nyl carbonate; the esters of succinic acid such as mono and diethyl succinate. 
20 The preparation of the above mentioned catalyst components is carried out according to various methods. 

For example, the magnesium halide (anhydrous. I.e., containing less than 1% of water), the titanium compound, 
and the electron-donor compound can be milled under conditions where the magnesium halide Is activated; the milled 
product is then treated one or more times with an excess of TiCU at temperatures from 80 to 135<'C, after which it is 
washed repeatedly with a hydrocarbon (hexane. for example) until all the chlorine ions have disappeared. 
25 According to another method, the anhydrous magnesium halide is preaclivated according to known methods, and 
then caused to react with an excess of TiC^ containing the electron-donor compound in solution. Here again the oper- 
ation takes place at temperatures ranging from SOoC and 1 35°C. Optionally, the treatment with TiC^ is repeated, and 
the solid washed with hexane. or another hydrocarbon solvent, in order to eliminate all traces of nonreacted TiC^. 

According to another method, a MgClg-nROH adduct (in particular under the form of spheroidal particles), where n 
30 Is generally comprised from 1 and 3, and ROH is ethanol, butanol, or Isobutanol. is caused to react with an excess of 
T1CI4 containing the electron-donor compound in solution. The temperature generally ranges from 80°C to 120°C. The 
solid is then isolated and caused to react once more with the TiC^, after which it Is separated and washed with a hydro- 
carbon until all chlorine ions have disappeared. 

According to another method, magnesium alcoholates and chloroalcoholates (particularly the chloroalcoholates 
35 prepared according to the method described in US patent 4,220,554) are caused to react with an excess of T1CI4 con- 
taining the electron-donor compound in solution, operating under the reaction conditions already described. 

In the solid catalyst conponent (a), the titanium compound expressed as Tl is generally present in a percentage 
ranging from 0.5 to 10% by weight; The quantity of electron-donor compound which remains fixed on the solid compo- 
nent (internal donor), generally ranges from 5 to 20% in moles with respect to the magnesium dihalide. 
40 The titanium compounds which can be used for the preparation of the solkJ catalyst component (a) are the halides 
and the halogen alcoholates. Titanium tetrachloride is the preferred compound. 

Satisfactory results can be obtained also with titanium frihalides, particularly TiClaHR, TICI3 ARA or with haloalco- 
holates such as TICI3OR where R is a phenyl radical. 

The reactions indicated above bring to the formation of magnesium halide in active form. Besides these reactions, 
4S other reactions are known in the literature which cause the formation of activated magnesium halide starting from mag- 
nesium compounds different from the halides, such as catboxytates of magnesium, for example. 

The active form of the magnesium halides in the catalyst components (a) can be recognized by the fact that in the 
X-ray spectrum of the catalyst component the maximum intensity reflection, which appears in the spectrum of the non- 
activated magnesium chloride (having a surface area smaller tiian 3 m^/g). is no longer present, but in its place there 
so is a halo with the maximum intensity shifted with respect to the position of the maximum intensity reflection of the non- 
activated magnesium dihalide. or by the fact that the maximum intensity reflection shows a half peak breadth at least 
30% greater than the one of the maximum intensity reflection which appears in the nonactivated Mg chloride spectrum. 

The most active forms are those where the halo appears in the X-ray spectrum of the component. 

Among ttie magnesium halides, tiie chloride is the prefen-ed compound. In the case of the most active forms of 
55 magnesium chloride, the X-ray spectrum of tiie catalyst component shows a halo instead of the reflection which in the 
spectrum of the nonactivated chloride appears at a distance of 2.56 A. 

The Al-alkyI compounds (b) used as co-catalysts comprise the Al-ti-ialkyls, such as Al-triethyl. Al-triisobutyl, Al-tri- 
n-butyl, and linear or cyclic Al-alkyI compounds containing two or more Al atoms bonded by way of O or N atoms, or 
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SO4 and SO3 groups. 

Examples of these conpounds are: 



(CaHdz AI-0-AI(C2H5)2 



(C2H5)2 A1-N-A1(C2H5)2 



15 

(CgHda AI-S02-AI(C2H5)2 



I 

Caij (Al 0-)n A1(CH3)2 



(Al-0-)- 



35 where n is a number from 1 to 20. 

The Al-alkyI compound is generally used in such quantities that the Al/Ti ratio ranges from 1 to 1 000. In addition to 
the solid catalyst component (a) and the Al-alkyI compound (b). the catalysts used in the process of the present inven- 
tion comprise an external electron-donor compound (c) (i.e., an electron-donor added to the Al-alkyI compound). Said 
external electron-donor compound is selected from silanes capable of conferring to the catalyst the above mentioned 

40 levels of stereospecificity (determined by the high content of fraction insoluble in xylene at aS'C) and sensitivity to the 
molecular weight regulator. 

Suitable for this purpose are the silanes containing at least one cyclopentyl group bonded to the silicon, and one 
or more -OR groups also bonded to the silicon atom, where R is a Ci-Cis alkyi, C3-C18 cycloalkyi, Ce-Cis ary'. of C7- 

aralkyi radical. Preferably R is methyl or ethyl. Particularly suited is the dicyclopentyldimethoxysilane (DCPMS). 
45 The above mentioned external donors are generally used in quantities ranging from 0.001 to 1 5 moles, preferably from 
1 to 10 moles with respect to the moles of Al-alkyI compound (b). Therefore, another object of the present invention is 
a process for the preparation of the crystalline polymers and copolymers of propylene described above, comprising the 
polymerization of monomers in the presence of the above catalysts, wherein the polymerization occurs in at least two 
stages, preparing fractions (A) and (B) in separate and consecutive stages, and operating in each stage in the presence 
so of the polymer and the catalyst coming from the preceding stage. 

The polymerization process can be carried out in batch or in continuous, according to known techniques, operating 
in liquid phase in the presence or not of an inert diluent, or in gas phase, or liquid-gas phase. 

It is preferable to operate in gas phase. 

Reaction times and temperatures are not critical: however, the temperature preferably ranges from aO'C to lOO'C. 
55 As previously stated the regulation of the molecular weight is done by using known regulators, particularly hydro- 
gen. 

By properly dosing the concentration of the molecular weight regulator in the various stages, one obtains the h] 
and MIL values previously desaibed for (A) and (B). 
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Preferably, one prepares first fraction (A) and tfien fraction (B). Each of the two fractions can be prepared in multiple 
polymerization stages. 

The catalysts can be precontacted with small quantities of olefins (prepolymerization). Prepolymerization improves 
both catalyst activity and morphology of polymers. 

5 The prepolymerization is carried out maintaining the catalyst in suspension in a hydrocarbon solvent (hexane or 
heptane, for example), and it is polymerized between room temperature and BO'C for a period of time which Is sufficient 
to produce a quantity of polymer ranging from 0.5 to 3 times the weight of the solid component. It can also be carried 
out in liquid propylene under the above indicated temperature conditions, and producing quantities of polymer that can 
reach 1000 g per g of catalyst component. 

10 The following examples are given in order to illustrate and not limit the present invention. 

General process for the oreparation of the catalyst. 

The solid catalyst component (a) used in the examples is prepared as follows. 

IS In inert atmosphere one introduces in a reactor equipped with agitator 28.4 g of l^^gClg, 49.5 g of anhydrous etha- 
nol. 100 ml of ROL OB/30 vaseline oil. 100 ml of silicon oil having a viscosity of 350 cs. and the content is heated to 
IZO'C until the MgCl2 is dissolved. The hot reaction mix is then transferred to a 1500 ml vessel containing 150 ml of 
vaseline oil and 150 ml of silicon oil. and equipped with an Ultra Turrax T-45 agitator. The temperature is maintained at 
120*0 while the content is stirred for 3 minutes at 3000 rpm. The mixture Is then discharged into a 2 liter vessel 

20 equipped with agitator and containing 1 000 ml of anhydrous n-heptane cooled to O'C. The particles obtained are recov- 
ered by filtration, washed with 500 ml aliquots of n-hexane. and gradually heated by bringing the temperature to ISO^C 
in nitrogen flow, thus obtaining a decrease in alcohol content from 3 moles to 2.1 moles per mole of MgCl2. 25 g of the 
adduct thus obtained are transferred in a reactor equipped with agitator and containing 625 ml of TiCU, at 0°C. under 
agitation, heating it to 1 00°C in the space of one hour. When the temperature reaches 40'>C one adds enough diisobutyl 

25 phthalate to bring the magnesium/phthalate molar ratio to 8. 

The content of the reactor is heated to 100°C for two hours while stirring, and then the solid is allowed to settle. The 
hot liquid is syphoned out. One adds 550 ml of TiCl4 and the mixture is heated to 120°C for one hour while stirring. Said 
stirring is interrupted, and the solid allowed to settle. The liquid is syphoned hot, then the solid is washed 6 times with 
200 ml of n-hexane at 60'C each time, and then three times at ambient temperature. 

30 

EXAMPLES land 2 

The polymerization is carried out in continuous in a series of reactors equipped with devices for the transfer of the 
product coming from the reactor immediately preceding to the one immediately following. 
35 In gas phase the hydrogen and the monomer are analyzed in continuous and fed in such a manner that the desired 
concentrations will be maintained constant. 

In the following polymerization runs, a mixture of triethylaluminum (TEAL) activator and dicyclopentyWimethoxisi- 
lane electron-donor (the TEAL/silane weight ratio is shown in table 1) Is contacted with the solid catalyst component in 
a container at 40°C for 1 3 minutes, in such a way that the TEALHl molar ratio is 80. 
40 The catalyst is then transferred to a reactor containing an excess of liquid propylene, and prepolymerized at 20°C 
for a period ranging from 1.5 to 2 minutes ca. 

The prepolymer is then transferred in another reactor where the polymerization occurs in gas phase to form fraction 

(A). 

The product of the above reactor is fed to the second reactor in gas phase and eventually the product of the second 
45 reactor Is fed into a third reactor in gas phase to form fraction (B). 

The starting products and relative operating conditions are shown in Table 1A; the results of the polymerization 
tests are shown in Table 1 B. 

The following analytic methods were used for the analyses reported in Table 1 B. 

50 
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Property 


Method 


-MIL 


ASTM D 1238 


- [til intrinsic viscosity 


Determined in tetrahydronaphthalene at 135°C 


• Insoluble in xylene 


(see note that follows) 




ASTM D 790 


• Stress at yield and break 


ASTM D 638. test velocity 50 mm/min. 


- Notched Izod impact test 


ASTM D 256/A 


-HDTat455Kpa 


ASTM D 648 


- Mw/Mn 


Measured by way of Gel Permeation Chromatography 


- Melt Tension Test (MTT), g 


(see note that follows). 



The samples to be subjected to the various physical-mechanical determinations have been molded from material 
20 which was stabilized with IRQANOX 1010 (0.1% by weight) and BHT (2,6-di-tert-butyl-p-cresol) (0.1% by weight), and 
then pelletized with a single-saew Bandera extruder (diameter of the cylinder 30 mm), at 21 0 "C using a Negri & Bossi 
90 injection press. 

Note 

25 

DETERMINATION OF THE PERCENTAGE OF INSOLUBLE IN XYLENE 

2.5 g of polymer are dissolved in 250 ml of xylene at 135°C under agitation. After 20 minutes the solution is allowed 
to cool to 25''C. still under agitation, and then allowed to settle for 30 minutes. 
30 The precipitate is filtered with filter paper, the solution evaporated in nitrogen flow, and the residue dried under vac- 
uum at 80°C until constant weight is reached. Thus one calculates the percent by weight of polymer insoluble in xylene 
at ambient temperature (25°G). The percentage by weight of polymer insoluble in xylene at ambient temperature is con- 
sidered the isotactic index of the polymer. The value thus obtained corresponds basically to the Isotactic index deter- 
mined by way of extraction in boiling n-heptane, which by definition constitutes the isotactic index of polypropylene. 

35 

MELT TENSION TEST 

The apparatus used is the MELT TENSION TESTER produced by TOYO-SEIKI SEISAKUSHO Ltd.. equipped with 
Personal Computer for data acquisition and processing; tine method consists of measuring in grams the tension offered 
40 by a strand of molten polymer stretched at a specific pre-set stretch ratio. 

In particular, by operating with the above mentioned apparatus, the polymer to be examined is extruded at 200'C 
through a capillary 8 mm long and 1 mm in diameter; ttie strand is then subjected to stretching, at pre-set stretch ratios 
(100 or 200) using a drawing system with a constant acceleration of 0.2 cm/sec^. The tension resulting from the above 
drawing is measured (in g). The higher the tension, ttie higher ttie melt sti-ength. 
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TABLE 1A 





EXAMPLE 


1 


2 


5 


TEAL/Silane (weight) 


2.6 


2.8 




HRST REACTOR IN 
GAS PHASE 






10 


Temperature, °C 
Pressure, (atm) bar 


80 
24 


80 
24 




Residence time, min 


53.6 


30 




Hg/Ca (mol) 


0.000 


0.000 


IS 


SECOND REACTOR IN 
GAS PHASE 








Temperature, "C 


80 


80 




Pressure, (atm) bar 


24 


24 




Residence time, min 


65.5 


100 




H2/C3 (mol) 


0.299 


0.500 


25 


THIRD REACTOR IN 
GAS PHASE 








Temperature, °C 


80 






Pressure, (atm) bar 


23 






Residence time, min 


51.3 




30 


Ha/Ca (mol) 


0.491 





35 



40 



45 
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TABLE 1B 





EXAMPLE 


1 


2 


5 


RRST REACTOR IN GAS 
PHASE 








MIL, g/IOmin. 






10 


hl.dl/g 


4.87 


4.26 


Polymer produced. % by weight 


43.3 


33.7 




SECOND REACTOR IN GAS 
PHASE 






15 


MIL. g/10mln. 


190 


500 




hi. dl/g 


0.736 


0.54 




Polymer produced, % by weight 


33.2 


66.3 


SO 


THIRD REACTOR IN GAS 
PHASE 








MIL. g/10 min. 


480 






hi. dl/g 


0.514 




2S 


Polymer produced, % by weight 


23.5 






CHARACTERIZATION OF THE 








Insoluble in xylene, % by weight 


97.3 


98 


30 


MIL, g/10 min. 
[nl. dl/g 

Flexural modulus, MPa 


198 
2330 


16 
2500 




Stress at yield, MPa 


38.3 


39 


35 


Stress at break, MPa 


24.5 


37 




Izod. J/m 


40 


20 




HOT "C 


117.5 


118 


40 


Mw/Mn 


21.8 


26 




MTT*. g 


2.98 


1.17 



•Stretch ratio = 100 



45 In example 1 the fraction (B) is produced in the second and third reactors in gas phase. 

In fact, the h] and MIL values calculated considering the sum of the polymers prepared in the second and third 
reactors in gas phase, are respectively 0.64 and 321 . 
In Example 2 the fraction (B) is produced in the second reactor in gas phase. 

50 EXAMPLES 3 and 4 

In a 22 liter autoclave equipped with helicoidal agitator and a water/steam operated temperature regulating jacket, 
are fed 7 kg of propylene at ambient temperature. 

Then one introduces 0.1915 g (Example 3) and 0.2438 g (Example 4) of a catalyst component prepared as 
55 described above, together with 6.52 g of triethyl aluminum, and 39 g of dicyclopentyl dimethoxysilane, precontacted 
with the catalyst component for 10 minutes at room temperature in 50 ml of hexane. The autoclave is brought to polym- 
erization temperature in about 7-8 minutes, and the polymerization continues for the time necessary to produce the 
desired quantity of fraction (A) (first stage of polymerization}. 
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Once the first stage is completed, the hydrogen is Introduced In the proper quantity, and the polymerization contin- 
ues for the time necessary to produce the desired quantity of fraction (B) (second stage of polymerization). The com- 
position of the gas phase at the top of the autoclave Is determined by gas chromatography 

The polymerization conditions are set forth In Table 2A, while the results of the polymerization tests are shown In 
5 Table 2B. 

The molar percentages of hydrogen reported in Table 2A relate to the gas phase at the top of the autoclave: the 
results In Table 2B were obtained with the same methods used for the products of Examples 1 and 2, the difference 
being that the MTT test was carried out at a stretch ratio of 200. 

10 tjQlg 

For the preceding Examples 1 -4, the MIL and [n] values for fraction (B) have been calculated by using the following 
relations: 

IS log MIL (A+B) = log MIL (A)+0 glog MIL (B) 

[t,](A+B) = 0A[il](A)+0B[nKB) 

where 

20 

MIL (A) = MIL of fraction (A) 
MIL (B) = MIL of fraction (B) 
MIL (A+B) = MIL of the sum of fractions (A) and (B). 

25 The same goes for h] 

^ ^_ weight of fraction (A) 

~ weight of the sum of fractions (A) and (B) 

g weight of fraction (B) 

weight of the sum of fractions (A) and (B) 



TABLE 2A 



EXAMPLE 


3 




RRST POLYMERIZA- 
TION STAGE 






Temperature, °C 


70 


70 


Pressure, (atm) bar 


30 


29.5 


Time, min. 


30 


60 


H2, % in moles 


0 


0 


SECOND POLYMERI- 
ZATION STAGE 






Temperature, "C 


63 


63 


Pressure, (atm) bar 


35.7 


35.8 


Time, min. 


150 


70 


H2, % in moles 


18.1 


18.1 
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TABLE 2B 



EXAMPLE 


3 


4 


RRST POLYMERIZATION 
STAGE 






MIL,g/10min. 








7.97 


7.93 


Polymer produced. % by weight 


12.7 


28.6 


SECOND POLYMERIZATION 
STAGE 






MIL. g/10min. 


281 


236 


h], dl/g 


0.67 


0.71 


Polymer produced, % by weight 


87.3 


71.4 


CHARACTERIZATION OF THE 
TOTAL POLYMER 








"979" 




MIL, g/10 min. 


338 


^32 


Inl d\la 
mi, U1/9 


16 


278 


Rexural modulus, MPa 


2580 


2350 


Stress at yield, MPa 


41.4 


39 


Stress at break, MPa 


40.3 


33.3 


Izod, J/m 


16.3 


16 


HOT, "C 


134 


120 


Mw/Mn 


22.4 


21.9 


MTT,g 


1.39 


3.18 



The following examples were conducted in order to verHy the properties of the polymers with a wide MWD and high 
MIL that can be obtained with catalysts based unsupported TiCIs- 

COMPARATIVE EXAMPLES 1 and 2 

Preparation pf thg catglygt ggmppngnt 

In a 500 ml flask equipped with mechanical agitator, cooling device, drip funnel, and feed valve for the nitrogen, are 
introduced in order 1 00 ml of n-heptane and 25.5 ml of TiCU. The temperature of the solution is brought to 1 0'C by way 
of a water and ice bath, and then 1 17 ml of an AlgEtsCIs solution at 30.5% by weight is introduced drcpwise in 60 min- 
utes, always at 1 0°C and under moderate agitation. It is allowed to agitate at 1 0°C for 3 hours and 30 minutes, then the 
reaction mass is brought to 80°C for 1 hour. The solid thus formed is allowed to settle, the diluent is eliminated by way 
of f ilta-ation, and the precipitate is washed five times with 1 25 ml of n-heptane each time. Aftenrards. one introduces Into 
the flask, in order and at room temperature, 125 ml of n-heptane, 8 ml of T1CI4 and 30 g of n-butyl ether. The content is 
brought to 90<>C for two hours under moderate agitation; the solvent is eliminated by way of filtration, and the precipitate 
is washed 5 times with 125 ml of n-heptane each time. The solid Is then dried under vacuum at 40°C. 

All operations take place in a dry nitrogen atmosphere. 

Pplymerization 

In a 2.S liter stainless steel autoclave equipped with a magnetically operated blade agitator and a water/steam tem- 
perature regulating jacket, are introduced 900 ml of anhydrous hexane in propylene flow. The temperature of the auto- 
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clave is brought to 40°C and the catalyst component prepared as desaibed above is introduced (0.5 g ca.) together with 
1.5 9 of AIEt2CI, and the proper amount of methyl p-toluate (MPT), all of which are precontacted for 10 minutes in 50 
ml of hexane at room temperature. Pressure and temperature of the reaction are then brought to the desired values in 
about 5 minutes. The polymerization is carried out in two stages, the first in the absence of and the second in the pres- 
ence of the proper quantity of hydrogen. 

Polymerization conditions and characterization of the polymers obtained are reported respectively in Table 3A and 
Table 3B. TTie results In Table 3B were obtained with the methods pre\/iously desaibed. In this case the test pieces have 
been obtained by compression molding, operating at a temperature of aoO'C, and a pressure of 35 atm. 

In particular, the negative results in Table 3B for the yield stress test (the sample breaks), show that the polymers 
of Comparative Examples 1 and 2 are very brittle. 



TABLE 3A 



COMPARATIVE EXAM- 
PLE 


1 


2 


MPT.g 


0.42 


0.47 


FIRST POLYMERIZA- 
TION STAGE 






Temperature. "C 


70 


70 


Pressure, (atm) bar 


6 


6 


Time, min. 


15 


15 


Hg, ml 


0 


0 


SECOND POLYMERI- 
ZATION STAGE 






Temperature, "C 


70 


70 


Pressure, (atm) bar 


7.8 


7.8 


Time, min. 


285 


285 


Ha. ml 


2500 


2500 



TABLE 3B 



COMPARATIVE EXAMPLE 




2 


CHARACTERIZATION OF THE 
TOTAL POLYMER 






Insoluble in xylene, % by weight 


96.9 


97.0 


MIL, g/10 min. 


6.9 


6.6 


[nl.dl/g 


2.09 


2.23 


Stress at yield. MPa 






Stress at break, MPa 


32.5 


33.8 


Mw/Mn 


24.4 


37.3 



'The sample tveaks 



COMPARATIVE EXAMPLE 3 

As a way of comparison, a conventional polypropylene Moplen Z 29 S. marketed by Himont Italia S.r.l.. having a 
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fraction insoluble in xylene of 97, MIL of 27 g/10 min.. and Mw/Mn of 5.1 has been subjected to the MTT test (with a 
stretch ratio of 100). The MTT value was 0.15 g. 

Claims 

1. Cristalline polymers and copolymers of propylene having total melt index (MIL) values > 2g/10 minutes (measured 
according to ASTM D 1238), total intrinsic viscosity [r\] values in tetrahydronaphtalene at 135°C i 2.8 dl/g, MJMn 
values > 20 (measured by way of Gel Permeation Chromatography), a content of fraction insoluble in xylene at 
25''C ^ 94 (measured by dissolving 2.5g of polymer in 250ml of xylene at 135°C. allowing the solution to cool to 
25°C, allowing to settle for 30 minutes, collecting the precipitate and drying to constant weight), and comprising 
from 10 to 60% by weight of a fraction (A) having [nl s 2.6 and from 40 to 90% by weight of a fraction (B) having 
MIL ^ 50 and [ti] <. 1.2; said polymers and copolymers having flexural modulus values from 1600 to 2700 MPa 
(measured at 23°C according to ASTM D 790), Izod (notched) at 23''G from 15 to 100 J/m (measured according to 
ASTM D 256/A), yield stress from 35 to 45 MPa (measured according to ASTM D 638, test velocity 50 mm/min.). 

2. Polymers and copolymers of claim 1 , selected from the group consisting of isotactic or mainly isotactic homopoly- 
mers of the propylene, and copolymers of propylene with ethylene and/or superior a-olefins. 

3. Compositions of polymers and copolymer of daim 1 , containing from 0.05 to 2% by weight of a nucleating agent 
with respect to the weight of said polymers and copolymers. 

4. Compositions of polymers and copolymers of claim 1 , containing from 2 to 50% by weight of an olefinic elastomer 
with respect to the weight of said polymers and copolymers. 

5. Process for the preparation of polymers and copolymers of claim 1 , comprising the polymerization of the monomers 
in the presence of a catalyst obtained by contacting: 

a) a solid catalyst component comprising a titanium compound having at least one titanium-halogen bond, and 
an electron-donor compound, both supported on a magnesium halide in active form; 

b) an Al-alkyt compound; 

c) an external electron-donor compound selected from the silanes containing at least one cyclopentyl group 
bonded to the silicon, and one or more -OR groups, also bonded to the silicon atom, where R is a C^-Cig alkyl. 
Cs-Cis cycloalkyl. Cg-Cis aryl, or Cr^^8 aralkyi radical; 

in which process the polymerizations is carried out in at least two stages, preparing fractions (A) and (B) in separate 
and consecutive stages, and operating in each stage in the presence of the polymer and the catalyst coming from 
the preceding stage. 

6. Process of daim 5. where fractions (A) and (B) are both prepared in gas phase. 
Patentanspriiche 

1. Kristalline Polymere und Copolymere von Propylen mit Gesamtschmelzindex-(MIL)-Werten > 2 g/10 Minuten 
(gemessen gemSR ASTM D 1 238), Gesamtgrenzviskositatswerten [nJ in Tetrahydronaphthalin bei 135">C 5 2,8 di/g, 
MJMp-Werten > 20 (gemessen durch Gelpermeationschromatographie). einem Gehalt an der bei 25"C in Xylol 
unlSslichen Fraktion s 94 (gemessen durch Lesen von 2,5 g Polymer in 250 ml Xylol bei 135»C. AbkQhIenlassen 
der Lfisung auf 25°C, Absetzenlassen fOr 30 Minuten, Sammein des Niederschlags und Trocknen bis zum Kon- 
stantgewicht) und umfassend 10 bis 60 Gewichtsprozent einer Fraktion (A) mit [n] s 2.6 und 40 bis 90 Gwichts- 
prozent einer Fraktion (B) mit MIL ^ 50 und [r\] i 1,2; wobei die Polymere und Copolymere Biegemodulwerte von 
1600 bis 2700 MPa (gemessen bei 23'C gemaB ASTM D 790). Izod-Werte (gekerbt) bei 23''C von 15 bis 100 J/m 
(gemessen gemaR ASTM D 256/A), Streckspannung von 35 bis 45 MPa (gemessen gemaB ASTM D 638. Testge- 
schwindigkeit 50 mm/min) aufweisen. 

2. Polymere und Copolymere nach Anspruch 1, ausgewahit aus der Qruppe, bestehend aus isotaktischen oder 
hauptsachlich isotaktischen Homopolymeren von Propylen und Copolymeren von Propylen mit Ethylen und/oder 
hOheren a-Olefinen. 

3. Massen von Polymeren und Copolymeren nach Anspruch 1 , enthaltend 0.05 bis 2 Gewichtsprozent eines Kernbil- 
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dungsmittels. bezogen auf das Gewicht der Polymere und Copolymere. 

4. Massen von Polymeren und Copolymeren nach Anspruch 1, enthaltend 2 bis 50 Gewichtsprozent eines olefini- 
schen Elastomers, bezogen auf das Gewicht der Polymere und Copolymere. 

5. Vetfahren rur Herstellung von Polymeren und Copolymeren nach Anspruch 1 , umfassend die Polymerisation der 
Monomere in Gegenwart eines Katalysators, erhatten durch Inkontaktbringen: 

a) einer fasten Katalysatorkomponente, umfassend eine Titanverbindung, die mindestens eine Titan-Halogen- 
Bindung aufweist und einer Elektronendonorverblndung, beide von einem Magnesiumhalogenld in aktiver 
Form getragen; 

b) einer Al-Alkyl-Veibindung; 

c) einer duQeren Elektronendonorverblndung, ausgewShlt aus den Sllanen, die mindestens eine Cyclopentyl- 
gruppe, gebunden an das Sillzium, und eine Oder mehrere Gruppen -OR, ebenfalls an das Sillziumatom 
gebunden. enthalten. wobei R einen CrCia-AlkyI-. Ca-Cis-Cycloalkyl-. Ce-Cia-Aryl- oder Cy-Cia-Aralkylrest 
darstellt; 

wobei das Polymerisationsverfahren in mindestens zwei Stufen ausgefOhrt wird, 
Herstellen der Fraktlonen (A) und (B) in getrennten und aufeinanderfolgenden Stufen und Arbeiten in jeder 
Stufe in Gegenwart des Polymers und des Katalysators, der aus der vorangehenden Stufe stammt. 

6. Verfahren nach Anspruch 5. wobei Fraktionen (A) und (B) beide in der Qasphase hergestellt werden. 
Revendlcations 

1. Polym^res et copolym^res cristallins de propylene pr^sentant un indice de fusion total (MIL) sup^rieur k 2 g/10 
minutes (mesur6 selon ASTM D 1238), une viscosit6 intrinsSque totale dans le t6trahydronaphtal6ne k 135°C 
i 2,8 dl/g, des rapports MJM„ > 20 (mesurte par chromatographie de permeation de gel), une teneur en fraction 
insoluble dans le xylene k 25'C i. 94 (mesurde en dissolvant 2,5 g de polymdre dans 250 ml de xylene k 135°C, 
laissant la solution refroidir k 2S'C, laissant reposer pendant 30 minutes, recueillant le pr6cipit6 et le s6chant 
jusqu'^ poids constant) et comprenant de 10 a 60% en poids d'une fraction (A) ayant un [ti] s 2,6 et de 40 k 90% 
en poids d'une fraction (B) ayant un MIL ^ 50 et un [r\] <. 1.2; lesdits polymdres et copolymdres ayant un module en 
flexion compris entre 1600 et 2700 MPa (mesur6 k 23<'C selon ASTM D 790), une resistance Izod (entaill6e) k 
23''C de 1 5 A 1 00 J/m (mesur6e selon ASTM D 256/A), une contrainte limite d'6lasticit6 de 35 ^ 45 MPa (mesur6e 
selon ASTM D 638, vitesse de I'essai 50 mm/min.). 

2. Polym§res et copolym6res selon la revendication 1 , choisis dans le groupe consistant en homopolymferes isotacti- 
ques ou principalement isotactiques de propylene et copolym^res de propylene et d'^thyl^ne et/ou d'a-ol6fines 
superieures. 

3. Compositions de polymferes et de copolymferes selon la revendication 1 , contenant de 0,05 k2%er\ poids d'un 
agent de nucl^ation par rapport au poids desdits polym^res et copolym^res. 

4. Compositions de polym6res et de copolym6res selon la revendication 1 , contenant de 2 & 50% en poids d'un 6las- 
tomSre ol6f inique par rapport au poids desdits polym6res et copolym^res. 

5. Proc6d6 de preparation de polym6res et copolym6res selon la revendication 1 , comprenant la polymerisation des 
monomeres en presence d'un catalyseur obtenu par mise en contact : 

a) d'un const'rtuant catalytique solide comprenant un derive de titane comportant au moins une liaison titane- 
halogdne et un compose donneur d'eiectrons, les deux etant supportes sur un halogenure de magnesium sous 
forme active; 

b) d'un derive alkyl-al; 

c) d un compose donneur d'eiectrons externe choisi parmi les silanes comportant au moins un groupe cyclo- 
pentyle lie au silidum et un ou plusieurs groupes - OR. egalement lies k I'atome de silicium, oCi R est un radical 
alkyle en C, k C^a. cydoalkyle en C3-C18. aryle en Ce k C^g ou aralkyle en C7-C18: 

dans ledit precede, la polymerisation etant effectuee en au moins deux etapes en preparant les fractions (A) 



14 



EP 0 573 862 B1 

et (B) dans des ^pes distinctes et consteutives et en operant dans chaque 6tape en presence du polymdre el du 
catalyseur issus de I'^pe pr^c^ente. 

Un proc6d6 selon la revendication 5, dans lequel les fractions (A) et (B) sont toutes les deux pr6par6es en phase 
gazeuse. 
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